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AMENDMENTS TO THE CLAIMS: 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

1 . (Currently Amended) An active material for a_positive electrode fef^aof a non- 
aqueous electrolyte secondary battery e ssont i a ll y consisting essentially of a lithium- 
metal composite oxide expressed by the general formula of LixCNii.yCOyJi-zMzOa-^whefe^ 
in which: 

0.98 <x< 1.10, 

0.05<y<0.4, 

0.01 < z < 0.2 , and whoro 

and M is at least one metal element selected from the group of Al, Mg, Mn, Ti, 
Fe, Cu, Zn and Ga), and Ga;-an4 

whereinh avinq S0 4 ions i n tho ranqo are present in an amount ranging from 0.4 
weight % to 2.5 weight %, and whero i n t he occupancy rate of lithium found from the x- 
ray diffraction chart and using Rietveld analysis is 98% or greater. 

2. (Currently Amended) AnThe active material for a_positive electrode-fep-aof a 
non-aqueous electrolyte secondary battery of Claim 1 , wherein the carbon amount 
moasurod by way o f said active material contains 0.12 weight % or less of carbon, as 
measured by the high frequency heating-infrared absorption method is 0.12 woight % or 
\es&, and whorein t he Karl Fischer water content due to heating at 180°C-b e of said 
active material is 0.2 weight % or less. 
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3. (Currently Amended) ArA non-aqueous electrolyte secondary battery 

p roduced usinq comprisinq the active material for a_positive electrode of one of Claims 1 

andor 2. 



